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MANGANESE REGULATIONS FOR NATION-WIDE 
PURCHASE PROGRAM 





Monpay, Juiy 7, 1952 

General Services Administrator Jess Larson today announced a 
Nation-wide program for Government buying of manganese ore and 
concentrates from small domestic producers of the much-needed 
defease material. 

The new program, which supplements Government purchase of 
manganese at three already established manganese depots, is aimed 
at stimulating the production of commercial grade manganese any- 
where in the United States that it is found. 

Heretofore, Mr. Larsou explained, it has been difficult for mimers 
and producers to market small quantities of manganese. 

Under the new plan the Government will buy carload lots of acce pt- 
able ores or concentrates at various rail points throughout the country 
for resale to industry. 

Because of the need for more manganese for use in production of 
high-grade steels for defense and other essential purposes, Mr. Larsoa 
said it had been decided that “the Goverameat should make it poss: 
ble to use the output of the smaller producers wherever they may be.” 

The program is set up to run to June 30, 1956, or when deliverics 
have totaled 19,000,000 long-dry-ton units of manganese, whichever 
occurs first. A long-dry-ton « is 22.4 pounds of manganese cou- 
tained in a long ton of dry ore, or 1.0 percent. 

For purposes of the program, a small producer is defined as any 
miner or producer whose total annual domestic output is a than 
10,000 long-drv tons. 

Larger producers may negotiate with the Government for sale of 
their ore, 

in order to participate in the program, the small producer must send 
advance notice to the nearest GSA regional office by letter, postcard, 
or telegram, stating that he has read the regulation setting up th 
program and accepts its terms and conditions and that he desires to 
participate. 

The cut-off date for such age ations is June 30, 1953. Upon 
receipt of proper notification, GSA will issue a certificate authorizing 
the applicant to make shipme i under the program. 

Only natural or sintered oxide ores and concentrates, or sintered 
carbonate ores and concentrates will be purchased under the program 
and such ores and concentrates, to be accepted by the Government, 
must meet these specifications: 


Manganese 10.0 percent minimum. 
Iron 16.0 pereent maximum. 
Silica plus alumina : 15.0 percent maximum. 
Phosphorus ; .3 percent maximum. 
Copper plus lead plus zine 1.0 percent maximum.' 


! Of which not more than 0.25 percent may be copper. 
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Mr. Larson emphasized that higher-grade ores and concentrates are 
desired. 

Prices paid for individual lots of acceptable ore or concentrates will 
be computed on a base price of $2.30 per long ton unit of manganese 
contained in ore or concentrates meeting these specifications: 48 per- 
cent manganese, 6 percent iron, 11 percent silica plus alumina, and 0.12 
percent phosphorus. 

Better-grade ores or concentrates will bring more than $2.30 per 
unit, inferior materials less. A schedule of premiums and penalties 
which will be figured into the ultimate price paid for individual lots is 
set forth in the regulation establishing the program. 

Deliveries of ore or concentrates on cars at the nearest rail point will 
be at the expense of the miner or producer. ‘Transportation to con- 
signees will be paid for by the Government. Participants will be held 
accountable for all freight charges on any lot which fails to meet the 
Government’s specifications, and for any expense to the Government 
resulting from overloading of freight cars. 

The General Services Administration, which handles the buying of 
eenereres for the Defense Materials Procurement Agency, of which 
es Larson also is Administrator, operates three manganese depots 
for purchase of both large and small quantities of ores and concen- 
trates. They are at Butte and Philipsburg, Mont., and at Deming, 
N. Mex. A fourth depot is being set up at ‘Wenden, Ariz. * * * 

GSA regional offices: Post Office and Courthouse, Boston, Mass.; 
250 Hudson St., New York, N. Y.; GSA Regional Office Building, 
Washington, D. C.; 50 Whitehall Street SW., Atlante, Ga.; 219 
South Clark Street, Chicago, Tl.; 911 Walnut Street, Kansas City, 
Mo.; 1114 Commerce Street, Dallas, Tex.; Building 41, Denver Fed- 
eral Cente r, Denver, Colo.; 630 Sansome Street, San Francisco, Calif.; 
909 First Avenue, Seattle, Wash. 





TITLE 32A—NATIONAL DEFENSE, APPENDIX 
CHapreR XIV—GENERAL SERVICES ADMINISTRATION 
MANGANESE REGULATIONS 


DOMESTIC MANGANESE PURCHASE PROGRAM 


Sec. 
1. Basis and Purpose, 
2. Definitions. 
3. Duration of the Program 
4. Participation in the Program. 
5. Specifications. 
6. Price, Premiums and Penalties. 
7. Deliveries and Acceptance. 


8. Sampling and Analysis. 
9. Transportation Charges. 
10. Weight. 

11. Payment. 

Avrnorit’: Sections 1 to 11 issued under sec. 704, 64 Stat. 816, as amended, Pub. Law 429, 82d Cong., 
50 U.S.C. App. Sup. 2154. Interpret or apply sec. 303, 64 Stat. 801, as amended, Pub. Law 429, 82d Cong., 
50 U. S. C, App. Sup. 2093; E. O. 10161, Sept. 9, 1950, 15 F. R. 6105, 3 CFR 1950 Supp; E. O, 10281, Aug. 28, 
1951, 16 F. R. 8789. 

Section 1. Basis and Purpose. (a) The purpose of this regulation is to es- 
tablish a Program to encourage expansion of domestic production of manganese 
by providing a uniform price scale for smail domestic producers of metallurgical 
grade manganese ores and concentrates. Any small domestic producer whose 
total anticipated or noheed production is less than 10,009 long dry tons per calendar 
vear shall be eligible to participate under the provisions of this Program as here- 
nafter specifically set forth. Individuals or firms whose total production exceeds 
10,090 long dry tons per year may negotiate with the Government for the purchase 
f their production. 
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b) This regulation interprets and implements the authority of the Adminis- 
trator of General Services, pursuant to delegation of authority from the Defense 
Materials Procurement Administrator of even date with this regulation, to pur- 
chase metallurgical grade manganese ores and concentrates, all of domestic origin, 
as authorized by the Defense Production Administration on May 9, 1952, and 
outlines the attendant responsibilities and functions of the Administrator of 
General Services in purchasing such manganese ores and concentrates for Govern- 
ment use and resale. In accordance with the Program set forth herein, the 
Administrator of General Services will buy domestically produced metallurgical 
grade manganese ores and concentrates conforming to the specifications, at the 
price, and. under the other terms and conditions of this regulation. 

Sec. 2. Definitions. 

(a) “Administrator” means the Administrator of General Services. 

(b) “‘Program’’ means the Program as set forth in the following paragraphs. 

(ec) “Shipping point’? means the location at which the small domestic producer 
delivers material f. o. b. railroad cars. 

(d) ‘“‘Reeeiving point’? means the location to which shipments shall be con- 


(e) “Smalk domestic producer’ means any individual or firm whose total 
anticipated or actual production of manganese ore or concentrates mined and 
milled in the continental United States annually is less than 10,9000 lorg dry tons. 

f) The term ‘Continental United States’? means the forty-eight (48) states 
and the District of Columbia. 

g) ‘Long ton unit’? means one per cent of 2,240 pounds avoirdupois d: 
weight, or 22.4 pounds of metallic manganese contained in marganese oxide or 
menganese carbonate. 

(h) ““Manganese ore or concentrates’’ means natural or sintered oxide ores or 
concentrates or sintered carbonate ores or coneentrates, as defined! in sec o 
hereof, excluding battery and chemical grades and ores or concentrates ¢ ’ g 
manganese as manganese silicate in excess of ten per ceuit. 

(i Lot’? means that quapvtity of ore and concentrates offere 
It shall consist of one or more railroad carloads. Fractious of a earload ina t 


‘ 
he offered. 


Gj) ““Carload”” means the quantity (carried in ore railroad car) exuall 
exceeding the minimum tonnage which can be moved at the lowest traasporta 
rate, 

Sse. 3. Duration of the Program. The Program shall terminate and be of no 


further force or effect at the close of business June “80, 1956, or when deliveries 
occurs first. 

Sec. 4. Participation in the Program. Any small domestic producer desiring 
to participate in the Program shall make application to the nearest General Serv- 
ices Administration regional office in the form of a letter, postcard, or telegram, 
postmarked or dated by the telegraph office on or before June 30, 1953, stating 

1) that applicant has read this regulation and accepts its terms and conditions, 
and (2) that applicant desires to participate in this Program, and will offer man- 
ganese ore or concentrates to the Government pursuant thereto. Such notifica- 
tion must be signed and a return address given. Receipt of this application will 
be acknowledged by the regional office which may request such additional informa- 
tion as may be necessary and will issue to those who qualify hereunder a certificate 
authorizing the applicant to make shipments under the Program. 

Sec. 5. Specifications. 

Chemical requirements: All shipments must meet the following chemical 
analysis: By weight (dry basis) 


Manganese (Mn) yak Sek Pye ah ee SS SU 10.0 percent minimum. 


Iron (Fe) : oUt het _.. 16.0 percent maximum. 
Silica plus alumina (SiO, plus Al,Q3)_........._..... 15.0 percent maximum. 
Phosphorus (P) ba 22 .30 percent maximum. 
Copper plus lead plus zine (Cu plus Pb plus Zn)___- 1.00 percent maximum 


(of which not more than 
0.25 percent may be 
copper). 
\nalyses superior to the foregoing are desired. 
Physical requirements: Three types of material, according to physical character- 
istics, are covered by this specification. All offers shall stipulate the type covered 
and the following shall constitute the rejection limits of each type. 
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Type I—Lump Ore-——sball be natural ore, unprocessed except for grading, 
washing or sereening. Not more than 5 percent shall pass a Tyler standard 20 
mesb screen. 

Type [!—Fine Ore—-shall be natural ore, unprocessed except for grading, wash- 
ing or screening. Not more than 15 percent shall pass a Tyler standard 20 mesh 
screen. ; 

‘Tvpe I1i— Nodules or Sinber—shall be natural fines, or concentrates, densely 
agglomerated by the application of heat. Not more than 5 percent shall p»ss a 
Tyier standard 20 mesh screen. 

Fine concentrates may be considered for acceptance under this program through 
special arrangement with the appropriate regional office. In such ease, appropri- 
ate adjustments may be made in price and other terms and conditions, 

Sec. 6. Price, Premiums, and Penalties. The price to be paid for any earload 
lot of material witl be determined in accordance with the base price and the pre- 
iniums and penalties stated hereinbelow. Prices herein stated are f. o. b. railroad 
cars at the perticipant’s shipping point. 

The base price shail be $2.30 per long dry ton unit for material of the following 


eee ey 
ANBIiVSIS:! 


Percent 
Manganese (Mn)- : 1 18. 0 
iron (Fe) ; fee as eek 6. 0 
Silica plus alumima (SiO, plus Al,QO 3- - - - - — - 5. meee 
Phosphorus - eet ag Se a 5 12 


ores or concentrates containing more than 1 percent copper plus lead plus zine (of 
which not more than 0.25 percent shall be copper) will not be accepted. 

For material which is superior or inferior to the above analysis, the following 
premiums and penalties shall be applied: 

Premiums: Manganese content above 48 percent (dry basis): 4% cent per unit 
for each 1 percent. Iron content below 6.0 percent (dry basis): 4% cent per unit 
for each | percent. 

Penalties: Manganese content below 48 percent (dry basis) 1 cent per unit for 
each 1 percent, down to and including 44.0 percent. Below 44.0 percent, 4 cents 
per unit plus 1'4 cents per unit for each 1.0 percent down to and including 40 per- 
cent. Iron content above 6 percent (dry basis); 1 cent per unit for each 1.0 percent 
up to and including 8.0 pereent. Above 8 percent; 2 cents per unit plus %4 cent 
per unit for each 1.0 percent up to and including 16 percent. Silica plus alumina 
content above 11.0 percent (dry basis); 1 cent per unit for each 1.0 percent up to 
and including 15.0 percent. Phosphorus content above 0.12 percent (dry basis) ; 
1, ceut per unit for cach 0.01 percent up to and including 0.30 percent. 

Sec. 7. Deliveries and Acceptance. (a) Participant shall advise the nearest 
General Services Acininistration regional office at least twenty (20) days prior to 
an intended date of shipment of each lot, giving full information as to shipping 
point, tonnage and analysis of the lot, The regional office will inform the partici- 
pant of the receiving point and consignee within fifteen (15) days of receipt of 
notice, and participant shall deliver the lot, at his expense, f. o. b. railroad cars 
at his designated shipping point, consigned in accordance with such instructions. 
Shipment must be in lots of one or more carloads. Fractional carloads will not 
be accepted. The lot will be weighed, sampled and analyzed at the receiving 
point, and the cost of weighing, sampling and analysis will be at the expense of the 
Government. Upon receipt of analysis, participant will be informed as to the 
acceptability of the lot. 

(b) If the lot fails to meet the specifications herein provided, the participant 
will be held responsible for the removal of the lot from the unloading site. Upon 
failure to remove the lot within fifteen (15) days after due notice, the Government 
may, at its option, remove such lot and the cost of such removal shall be for 
participant’s account, or otherwise dispose of such lot without liability therefor. 
Lots delivered to the Government based on inaecurate information wilfully 
furnished by the participants may be the basis for terminating participation in 
the Program. 

Sec. 8. Sampling and Analysis. Each lot will be sampled at the time of un- 
loading at the receiving point by a sampler designated by the Government. 
Three pulp samples will be prepared from the sample taken, one each for the 
Government, partieipant, and umpire, and an analysis made for manganese, iron, 
silica, and alumina, and, if necessary for phosphorus, copper, lead, and zinc. 
Usual provisions will be made for splitting limits and settlement by average of 
the Government’s and participant’s analyses, or by trade practice if:samples are 
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sent to umpire. Moisture samples will be taken in accordance with standard 
practice. The participant, at his own expense, may have a representative at the 
sampling. 

Sec. 9. Transportation Charges. Freight charges from shipping point to re- 
ceiving point will be paid either by the Government or by its consignee. Partici- 
pant shall be held accountable for freight charges and any other charges incurred 
by the Government with respect thereto on any lot failing to meet the specifica- 
tions provided herein, and for any expense to the Government due to railway cars 
being loaded in excess of the maximum limit. 

Sec. 10. Weight. The number of long dry tons in each lot shall be the net 
railroad-track-scale weight less moisture as determined by standard practice. 

Sec. 11. Payment. Upon receipt by the appropriate regional office of appli- 
cable moisture and analysis determination and certified weight certificate with 
respect to each acceptable delivery under the terms of the program hereinabove 
stated, the participant shall be promptly paid for each such delivery in accordance 
with the price provisions of such program. 

Jess LAPson, 
Administrator of General Services. 
Date: July 7, 1952. 


Certified to be a true copy of original. 


wf 
VY 





